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(54) Fluoroelastomeric compositions 



(57) Curing systems for f luoroelastomers curable by peroxidic route which comprise bromine, optionally iodine, the 
bromine always being higher than iodine, comprising as essential elements: 

(I) a curing agent comprising a bis-olef in having general formula: 

R 1 R 2 C = C -Z- C = CR S R 6 (I) 

I I 
R 3 R 4 
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wherein: 

Rl R2. R3. R4. R5. R 6. eP" 31 to or different from each other, are H or alkyl C r C 5 ; Z is a linear or branched 
alkylenic or cycloalkylenic radical C r C 18> optionally containing oxygen atoms, or a (per)fluoropolyoxyalkylenic 
radical. 

(II) a metallorganic hydride of formula: 

(R) y 
I 

(R^-wM),- M - (H) x (III) . 



" wherein: M is selected from Sn, Si, Ge, Pb; x is an integer from 1 to 3; y, z are zero or integers from 1 to 3. with the 

1— proviso y + z = 4- x;wisan integer from 1 to 3; the R groups, equal to or different from each other, are selected 

^ from: alkyls C r C 4 , aryls C 6 -C 12 , arylalkyls and alkylaryls C r C 14 , optionally containing nitrile and/or hydroxyl 

_ groups. 
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Description 

The present invention relates to new fluoroelastomeric compositions having improved processabiiity and high ther- 
mal resistance at high temperatures. 

It is known that fluoroelastomers curing can be carried out both ionicaily and by peroxides. 

In the ionic curing, suitable curing agents, for instance polyhydroxylated compounds such as bisphenol AF, com- 
bined with accelerators such as for instance tetraalkylammonium, phosphonium or aminophosphonium salts, are added 
to the f luoroelastomer. 

In the peroxidic curing, the polymer must contain curing sites capable of forming radicals in the presence of perox- 
ides. Therefore cure-site monomers containing iodine and/or bromine are introduced in the chain, as described for 
instance in US patents 4,035,565, US 4,745,165 and EP 199,138, or in alternative to the indicated system or contem- 
poraneously, in the polymerization phase, chain transfer agents containing iodine and/or bromine can be used, which 
give rise to iodinated and/or brominated chain ends, see for instance US patent 4,243,770 and US 5,173,553. Curing 
by peroxidic route is carried out, according to known techniques, by addition of peroxides capable of generating radicals 
by heating, for instance dialkylperoxides, such as di-terbutyl-peroxide and 2,5-dimethyl-2,5-di(terbutylperoxy)hexane, 
etc. 

Other products are then added to the curing Wend, such as: 

curing coagents, among which the most commonly used are triallyl-cyanurate and preferably trial lylisocyanurate 
(TAIC). etc.; 

a metal compound, selected from oxides or hydroxides of divalent metals, such as for instance Mg, Ca, etc.; 
other conventional additives, such as mineral fillers, pigments, antioxidants, stabilizers and the like. 

The ionicaily cured fluoroelastomers compared with the fluoroelastomers cured by peroxidic route have improved 
processabiiity in terms of handmade products molding and improved thermal resistance at high temperatures. 

As a matter of fact, by ionic curing, cured products are obtained which maintain good final properties, in particular 
thermal resistances also at temperatures higher than 250°C. The fluoroelastomers cured by peroxidic route can be 
used, instead, up to 230°C since at higher temperatures they show a clear loss of the mechanical properties, in partic- 
ular the elongation at break reaches variations higher than 100%. The peroxidic curing does not give therefore fluoroe- 
lastomers having thermal resistance higher than 230°C. 

However the drawback of the ionic curing resides in that the handmade articles show lower chemical resistance 
than those obtained by peroxidic curing. 

An object of the present invention is the obtainment of a blend showing improved processabiiity during the hand- 
made articles molding combined with an improved thermal resistance at high temperatures, higher than 200°C, in par- 
ticular higher than 250°C, in fluoroelastomers cured by peroxidic route. The applications of said fluoroelastomers are 
those in the gaskets and seal rings field. 

It has been surprisingly and unexpectedly found that it is possible to find a solution to the technical problem 
described above if a particular curing system as described hereunder is used. 

Object of the present invention is a curing system for fluoroelastomers curable by peroxidic route which contain bro- 
mine, optionally iodine, the bromine always being higher than iodine, comprising as essential elements: 

(I) a curing agent comprising a bis-olefin having general formula: 



R X R 2 C = C -Z- C = CR 5 R 6 (I) 

I I 
R 3 R 4 



wherein: 

Ri. R2. R 3. R4. R5. R 6. ©Qua! to or different from each other, are H or alkyl C r C 5 ; 

Z is a linear or branched alkylenic or cycloalkylenic radical C r C 18 , optionally containing oxygen atoms, prefer- 
ably at least partially fluorinated, or a (per)fluoropolyoxyalkylenic radical. 

In the formula (I), Z is preferably a perfluoroalkylenic radical C 4 -C 12 , more preferably C 4 -C 8 while R 1( R 2 , R 3 , R 4 , 
R 5 , R 6 are preferably hydrogen. 

When Z is a (per)fluoropolyoxyalkylenic radical it comprises units selected from the following ones- 
-CF 2 CF 2 0-, 
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-CF,-CFO-, -CFO- with X x = F, 

I I 
CF 3 X x 



CF 3 ;-CF 2 CF2CF20-. -CF 2 CF 2 CH 2 0-. 

Preferably the (per)f iuoropolyoxyalkylenic radical is the following: 

10 

-(Q) p -CF 2 0-(CF 2 CF 2 0) m (CF 2 0) n -CF 2 -(Q) p . (II) 

wherein: Q is an alkylenic or oxyalkytenic radical C1-C10; p is 0 or 1 ; m and n are such numbers that the m/n ratio 
is comprised between 0.2 and 5 and the molecular weight of said (per)fluoropolyoxyalkytenic radical is comprised 
15 between 500 and 10,000, preferably between 1 ,000 and 4,000. Preferably Q is selected from: -CH 2 OCH 2 -; 
-CH 2 0(CH 2 CH 2 0) 3 CH 2 -, wherein s is an integer from 1 to 3. 

The bis-olefins of formula (I) wherein Z is an alkylenic or cycloalkylenic radical can be prepared according to what 
described for instance by I.L. Knunyants et al in Izv. Akad. Nauk. SSSR, Ser. Khim., 1964(2), 384-6, while the 
bis-olefins containing (per)f Iuoropolyoxyalkylenic sequences are described in US patent 3,810,874. 
20 The amount of curing agent (i) is that sufficient for curing, which is generally comprised between 0.5-10% by weight 
with respect to the polymer, preferably 1-5% by weight. 
(II) a metallorganic hydride of formula: 

25 

(R^-WM),- M - (H) x (HI) 

30 wherein: M is selected from Sn, Si, Ge, Pb; x is an integer from 1 to 3; y, z are zero or integers from 1 to 3, with the 
proviso y + z = 4- x;wisan integer from 1 to 3: the R groups, equal to or different from each other, are selected 
from: alkyls Cj-C* aryls C 6 -C 12 , arylalkyls and alkylaryls Cy-C^. optionally containing nitrile and/or hydroxyl 
groups, in amounts comprised between 0.2 and 1 0%, preferably between 0.5 and 2%, by weight with respect to the 
fluoroelastomer. 

35 

The hydrides of formula (III) are known compounds (see for instance J. Am. Chem. Soc, 116,. (1994), pages 
4521 -4522). Those in which x = 1 and w = 3 are particularly preferred, for instance: tri(n-butyl)-tin-hydride, tri (ethyl) -silyl- 
hydride, di(trimethylsilyl)-silyl methyl-hydride, tri(trimethylsilyl)-silyl hydride, and the like, or mixtures thereof. 

The f luoroelastomers containing bromine, as already said, are known products. They contain bromine in amounts 
40 generally comprised between 0.001 and 5% by weight, preferably between 0.01 and 2.5% by weight with respect to the 
total weight of the polymer. The bromine atoms can be present along the chain and/or in terminal position. 

To introduce bromine atoms along the chain, the copolymerization of the basic monomers of the fluoroelastomer is 
carried out with a suitable f luorinated comonomer containing bromine, cure-site monomer, see for instance US patents 
4,745,165, US-4.831 .085, and US-4.214.060. Such a comonomer can be selected from instance from: 

45 

(a) bromo(per)fluoroalkyl-perfluorovinylethers of formula: 

Br-R f -0-CF=CF 2 (IV) 

so wherein R f is a (per)fluoroalkylene C r C 12 , optionally containing chlorine atoms and/or ethereal oxygen; for 
instance: BrCF 2 -0-CF=CF 2 , BrCF 2 CF 2 -0-CF=CF 2 , BrCF 2 CF 2 CF-0-CF=CF 2 , CF 3 CFBrCF 2 -0-CF=CF 2 , and the 
like; 

(b) bromo-(per)fluoroolefins of formula: 

55 Br-R' r CF=CF 2 (V) 

wherein R' f is a (per)fluoroalkylene C r C 12 , optionally containing chlorine atoms; for instance: bromotrifluoroethyl- 
ene, 1-bromo-2,2-difluoroethylene, bromo-3,3.4,4-tetrafluorobutene-1. 4-bromoperfluorobutene-1, and the like. 
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The PVE have the formula: CF 2 =CFO-R r with R r equal to perfluoroalkyl CyC s , preferably C r C 4 , or containing 
one or more ethereal groups C 2 -Cg. 

Of the polymers indicated above, the following ones based on VdF are for instance commercially known: VITON® 
GF, GBL 200. GBL 900 by Du Pont; TECNOFLON® P2, P819, PFR 91 by AUSIMONT. 

5 The curing by peroxidic route is carried out, according to known techniques, by addition of peroxides capable of 
generating radicals by heating. Among the most commonly used peroxides we can cite: dialkylperoxides, such as for 
instance di-terbutyl-peroxide and 2,5-dimethyl-2,5-di(terbutylperoxy)hexane; dicumyl peroxide; dibenzoyl peroxide; dit- 
erbutyl perbenzoate; di[1,3<limethy1-3-(terbutylperoxy) butyljcarbonate. Other peroxidic systems are described, for 
instance, in European patent applications EP 1 36,596 and EP 41 0,351 . 

10 Other products are then added to the curing blend, such as: 

(a) optionally other curing coagents, besides the essential ones for the present invention, in amounts generally 
comprised between 0.01 and 5% by weight, preferably between 0.1 and 1%, by weight with respect to the polymer; 
among them those commonly used are: triallyl-cyanurate; triallyl-isocyanurate (TAIC); tris(diallylamine)-s-triazine; 

15 triallylphosphrte; N,N-diallylacrylamide, N.N.N'.NMetraallyl-malonamide; trivinyl-isocyanurate; 2,4,6-trivinyl-methyl- 
trisiloxane, etc.; TAIC is particularly preferred; 

(b) a metal compound, in amounts comprised between 1 and 15%, preferably between 2 and 10%, by weight with 
respect to the polymer, selected from oxides or hydroxides of divalent metals, such as for instance Mg, Zn, Ca or 
Pb, optionally combined with a salt of a weak acid, such as for instance stearates, benzoates, carbonates, oxalates 

20 or Ba, Na, K, Pb, Ca phosphites; 

(c) other conventional additives, such as reinforcing fillers, pigments, antioxidants, stabilizers and the like. 

The preparation of the fluoroelastomers object of the present invention can be carried out by copolymerization of 
the monomers in aqueous emulsion according to well known methods in the art, in the presence of radicalic initiators 
25 (for instance persulphates, perphosphates, or alkaline or ammonium carbonates or percarbonates), optionally with fer- 
rous or silver salts or of other easily oxidizable metals. Surfactants, such as for instance (per)f luoroalkylic carboxylates 
or sulphonates (for instance ammonium perfluorooctanoate) or (per)fluoropolyGxyalkylenic, or others known in the art, 
are also present in the reaction medium. 

When the polymerization is over, the f luoroelastomer is isolated from the emulsion by conventional methods, such 
30 as coagulation by addition of electrolytes or by cooling. 

Alternatively, the polymerization reaction can be carried out in mass or in suspension, in an organic liquid wherein 
a suitable radicalic initiator is present, according to well known techniques. 

The polymerization reaction is generally carried out at temperatures comprised between 25° and 150°C under 
pressure up to 10MPa. 

35 The preparation of the fluoroelastomers object of the present invention is preferably carried out in aqueous emul- 
sion in the presence of an emulsion, dispersion or microemulsion of perfluoropolyoxyalkylenes, according to US pat- 
ents 4,789,717 and US 4,864,006, which are incorporated herein by reference. 

The following examples are given for illustrative purposes but are not limitative of the scope of the present invention. 

40 EXAMPLES 1-3 

A rubber TECNOFLON< R ) P2 (53% moles VDF, 23% moles HFP, 24% moles TFE), containing 0.59 by weight of 
bromine deriving from the introduction as comonomer of 2-bromo-perfluoroethylperfluorovinylether (BVE), having 
number average molecular weight equal to 64,000 and weight average molecular weight equal to 250,000, was used 
45 for the preparation of the curable compositions of the present invention. 

To 100 g of such rubber were added: 

- 3 phr of peroxide LUPERCO® 101 XL (2,5-dimethyl-2,5<Ji(terbutylperoxy)hexane); 

- 4.3 phr of bisolefin BO having the formula CH 2 =CH(CF2) 6 CH=CH 2 ; 

so - 1 .07 phr of TBSI (tri-n-butyl-tin hydride) having the formula [CH 3 (CH 2 )3] 3 S n -H; 
5 phr of ZnO; 

- 30 phr of carbon black MT. 

The mixing was carried out in an open mixer. The composition of the blend and its Mooney viscosity (ASTM D1 646- 
55 82) are reported in Table 1 . 

The curing curve was determined on the composition thus obtained by Oscillating Disk Rheometer (ODR) by Mon- 
santo (100S Model), according to ASTM D2084-81 , by operating at 177°C with an oscillation amplitude of 3°. 

The data (ODR) are reported in Table 1 : 
M L (minimum torque); M H (maximum torque); t S2 , (time required for an increase of the torque of 2 Ib.in above M J; t'50 
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and t'90 (time required for an increase of 50% and of 90%, respectively, of the torque). 
On the cured product were determined and reported in Table: 

- the compression set on O-ring at 200°C for 70 h after post-curing at 230°C for (8 h + 1 6 h) according to ASTM D395; 
s - the mechanical properties after post-curing at 230°C for 8 h + 16 h according to ASTM D412-83. 

EXAMPLE 2 (comparative) 

Example 1 was repeated but the curing was carried out with triallyl isocyanurate (TAIC) (4 phr), conventional sys- 
10 tern known in the art Instead of the curing system bisolefin BO and TBSI. 

EXAMPLE 2A (comparative) 

Example 1 was repeated but by utilizing only the bisolefin without using TBSI. 

EXAMPLE 3 

Example 1 was repeated but by using 2.15 phr of tributyl-tin hydride (TBSI). 
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TABLE 1 



Blend composition 


ex. 2 comp. 


ex. 2A comp. 


ex. 1 


ex. 3 


Polymer P2 (g) 


100 


100 


100 


100 


Luperco101XL (phr) 


3 


3 


3 


3 


TAICdrymix (phr) 


4 






- 


BO (phr) 




4.3 


4.3 


4.3 


TBSI (phr) 






1.07 




ZnO (phr) 


5 


5 


5 


5 


Carbon Black MT (phr) 


30 


30 


30 


30 


Viscosity ML (MO) at 121 °C 
ASTM D1 646 










Mooney(points) 


91 


100 


66.7 


62 


Blend characteristics ODR 17T>C arc 3° (ASTM D 2084-81) 




ML (Ib.in) 


21.1 


15.9 


14 


15.4 


MH (Ib.in) 


83.5 


48.2 


92 


105.5 


tS2(sec) 


78 


203 


116 


103 


t'50 (sec) 


150 


363 


230 


216 


t'90 (sec) 


394 


600 


425 


341 


Compression set at 200°C x 70h after post curing 230°C x (8+16 h] 

D395) 


(ASTM 


O-ring (%) 


34 


62 


39 


32 


Mechanical properties after post curing 230°C x (8+16 h) (ASTM C 


1412-83) 


Modulus at 100% (MPa) 


4.9 






11.4 


Stress at break (MPa) 


16.5 






18.9 


Elongation at break (%) 


219 






148 


Shore Hardness A (points) 


71 






74 
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From the results of the examples in Table 1 it can be noticed that the processability of the curing system of the 
present invention is clearly improved compared with the conventional peroxidic curing system (TAIC) as it is evident 
from the (ODR) data: ML, and by the Mooney blend. 

From example 2A it is noticed that the bisolef in alone is not capable of giving a sufficient curing. 

5 

EXAMPLES 4-5 

EXAMPLE 4: Preparation of the oolvmer TECNOFLON^ PER91 Preparation of the perl luoropolvoxalkvlenes 
microemulsion 

10 

In a glass container equipped with stirrer 96.1 g of the compound having the formula: 

CF 3 0-(CF2-CF(CF 3 )0) n (CF 2 0) m -CF 2 COOH 

* • 

is having n/m=10 and average molecular weight of 570, with 14.5 g of 30% NH 4 OH by volume, were mixed. 29 g of dem- 
ineralized water were then added. 16 g of GALDEN( R ) having the formula: 

CF 3 0-(CF 2 -CF(CF 3 )0) n (CF 2 0) m -CF3 

■20 were added to the so obtained blend, having n/m=20 and average molecular weight of 450. At a temperature comprised 
between 18° and 50°C the mixture is in the form of microemulsion and appears as a limpid, thermodynamically stable 
solution. 

Polymerization reaction 

25 

In a 10 1 reactor, equipped with stirrer working at 545 rpm, 6500 g of water and the microemulsion of perfluoropol- 
yoxyalkylenes prepared as described above, were fed after evacuation. The reactor was brought under pressure with a 
monomeric mixture having the following molar composition: 4% of VDF, 64% of perfluoromethylvinylether (PMVE); 32% 
of TFE. The temperature was maintained for the duration of the reaction at 80°C. the pressure at 25 relative bar. 

30 0.26 g of ammonium persulphate (APS), dissolved in water, were then added as polymerization initiator. 13.92 g of 
1,4 diiodoperfluorohexane dissolved in 25.56 g of GALDEN® D02 and 3.24 g of bromovinylether (BVE) were then 
added to the reaction mixture. 

During the reaction the pressure was kept constant by feeding the monomers with the following molar ratios: VDF 
1 7%, PMVE 38%, TFE 45%. 3.24 g of BVE were fed at every 5% increase of the conversion. 

35 After 130 minutes from the beginning of the reaction 2920 g of polymer were obtained. The emulsion was dis- 
charged from the reactor, cooled at room temperature, and the polymer was coagulated by addition of an aqueous solu- 
tion of aluminium sulphate. The polymer, separated and washed with water, was dried in air-circulating stove at 60°C 
for 24 hours. 

The characteristics of the obtained polymer are reported in Table 2. 

40 



TABLE 2 



EXAMPLE 


4 


Polymer composition 




TFE (% by moles) 


47 


PMVE (% by moles) 


33 


VDF (% by moles) 


20 


Br (% by weight) 


0.4 


I (% by weight) 


0.23 


Mooney viscosity ML 121 ° C (1+10) (ASTM D1646) 


33 



The po(ymer was then cured by peroxidic way: the blend composition and the characteristics of the cured product 
are reported in Table 3. 
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EXAMPLE 5 



- of example 4 was formulated as indicated in Table 3 with the curing system of the invention by using 



The polymer < 



TABLE 3 



I 


3lend composition 


ex.4 comp. 


ex. 5 


10 


PRF 91 (g) 


100 


100 




Luperco101XL (phr) 


1.5 


4 




TAICdrymix (phr) 


* 2 




15 


BO (phr) 




4 


TBSI (phr) 




1.38 




ZnO (phr) 


5 


5 




Carbon black MT (phr) 


15 


15 


20 


Blend characteristics ODR at 177«C, arc 3* (ASTM D2084- 




81) 








ML (Ib.in) 


4 


4 




MH (Ib.in) 


102 


119 


25 


ts2 (sec.) 


60 


57 




t'50 (sec.) 


78 


162 




t'90 (sec.) 


* 111 


258 


30 


Mechanical properties after post cunng at wC x 6h 




(ASTMD 412-83) 






Modulus at 100% (MPa) 


5.5 


7.7 




Stress at break (MPa) 


16.6 


15.3 


35 


Elongation at break (%) 


172 


185 




Shore Hardness A (points) 


66 


77 




Mechanical properties after ageing at 275°o x/un (AS 1 M 




D573) 






40 


Variation Modulus 100 % (%) 


-58 


-17 




Variation stress at break (%) 


-58 


-31 




Variation elongation at break (%) 


187 


6 


45 


Variation hardness (points) 


1 


-2 




Compression set at 200*C x 70h after post curing at 200*C 




for8hours(ASTM D395) 






O-Ring (%) 


21 


25 



55 



unusable at the ageing temperature of 275°C. 
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Claims 

1. Curing systems for fluoroelastomers curable by peroxidic route which contain bromine, optionally iodine, the bro- 
mine always being higher than iodine, comprising as essential elements: 

(1) a crosslinking agent comprising a bis-olefin having general formula: 

R,R 2 C = C -Z- C = CR S R 6 (I) 

I I 
R 3 



wherein: 



Ri, R 2 . R 3. R 4. R 5. R 6» eQ" 3 ' t0 or different from each other, are H or aikyl C r C 5 ; 

Z is a linear or branched alkylenic or cycloalkylenic radical C r Ci 8 , optionally containing oxygen atoms, or 

a (perjfluoropolyoxyalkyienic radical, and 

20 (ii) a metallorganic hydride of formula: 

(R) 



f Y 

(R V H 3 -WM) 2 - M - (H) x (HI) 



wherein: M is selected from Sn, Si, Ge, Pb; x is an integer from 1 to 3; y, z are zero or integers from 1 to 3, with 
the proviso y + z = 4- x;wisan integer from 1 to 3; the R groups, equal to or different from each other, are 
30 selected from: alkyls C^, aryls C 6 -C 12 , arylalkyls and alkylaryls C 7 -C 14> optionally containing nitrile and/or 

hydroxyl groups; in amounts comprised between 0.2 and 10%. 

2. Curing system for fluoroelastomers curable by peroxidic route which contain bromine, optionally iodine, the bro- 
mine always being higher than iodine, according to claim 1 , wherein in the formula (I), Z is a perf luoroalkylenic rad- 
35 ical C 4 -C 8 , or a (per)f luoropolyoxyalkylenic radical comprising units selected from the following ones: -CF 2 CF 2 0-. 



-CF,-CFO-, -CFO- with X x = F, 

I I 
CF 3 X, 

CF 3 ; -CF 2 CF 2 CF 2 0-, -CF 2 CF 2 CH 2 0-; R 1t R 2 , R 3 , R 4 , R 5 , R 6 are hydrogen. 

45 3. Curing system for fluoroelastomers curable by peroxidic route which contain bromine, optionally iodine, the bro- 
mine always being higher than iodine, acording to claim 2, wherein Z is a (per)f luoropolyoxyalkylenic radical of for- 
mula 



-(Q) p -CF 2 0-(CF 2 CF 2 0) m (CF 2 0) n -CF 2 -(Q) p - (II) 

wherein: Q is a alkylenic or oxyalkylenic radical C^C^; p is 0 or 1 ; m and n are such numbers that the m/n ratio is 
comprised between 0.2 and 5 and the molecular weight of said (per)fluoropolyoxyalkylenic radical is comprised 
between 500 and 10,000. 

55 4. Curing system for fluoroelastomers curable by peroxidic route which contain bromine, optionally iodine, the bro- 
mine always being higher than iodine, according to claims 1-3, wherein (i) ranges from 0.5-10% by weight with 
respect to the polymer, (ii) ranges from 0.5-2% by weight with respect to the polymer. 

5. Curing system for fluoroelastomers curable by peroxidic route which contain bromine, optionally iodine, the bro- 
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fluorine Mom on e«h oarton .1 a^S^^Tr"' *'"*"• »»»"«*». conlainino „ ,L, ° 

(1) copolymers based on VDF, wherein the lattor i* ,v^i 

perfluoroolefins C^. such as ^ ^2^ 31 8 COm ° n ° mer se,ected fr -: 
an^nc<io-fluorooi e finsC 2 .C 8 . S uc^ cloro- and/or bromo- 

oalkyllvinylethers (PAVE) CF 2 =CFOR m wherein R k V ene j, CTFE , and br °"iotrrfluoroethylene;(per)f| U or- 

oxyalkyl C r C 12 having one or more ethereal groupsfoMnsSnL? 2 J * 1 ' Where,n X 1 is a P 6 ^" 
olef.ns (Ol) C2-C8. for instance ethylene and Sr» P^oro-2-propoxy-propyl; non fluorinated 

(2) copolymers based on TFE wherein «ip i»»Ir « ~L ■ . 

(per)f luoroalkyMnylethers (PAVE) ^S^KtaSflS ^ * * C ° m0nomef select «< *"t 
CF^CFOXo. wherein X, is defined as above" fclSSl C "? ^^.^^^^Mnytethere 
bromme and/or iodine atoms; non „uorinated o^Tc^X^V^ ^ ^ 

the following (% by moles): ^ a,mS 5 and 6> wnerein »• basic monomeric compositions are 

55% 0-30% VDF; (*) TFE 8^ a^^O^*" ^ ^ W ^ « 2 °' 

33-75% by moles of tetrafluoroethyene (TFE) 
15-45% by moles of a perfluorovinylether (PVE) 
10-22% by moles of vinylidene fluoride (VDF). 
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